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Water-dilutable coating agents based on aqueous polyur- 
ethane dispersions for the preparation of surf acers are known from 
EP-OS No. 278,394. Polyether polyols having a functionality of at 
least 3 are used therein as longer-chain polyols for preparing the 
polyurethane resin and the resulting dispersions are preferably 
used for improving the use properties of polyester/melamine resin 
mixtures. 

In contrast, German Of fenlegungsschrif t No. 3,545,618 relates 
to water-dilutable coating agents based on aqueous polyurethane 
dispersions for producing the base coat of a multilayer topcoat. 
To prepare the polyurethane resin, ionic prepolymers containing 
NCO groups are reacted with polyols containing at least three 
hydroxyl groups resulting in chain-lengthening and possibly chain 
branching. Mention of other areas of application than those for 
base coats is not made in this publication. 

OBJECTS OF THE INVKNTTOH 

It is an object of the invention to provide aqueous coating 
compositions for primers and primer surfacers having good interlayer 
adhesion and improved stone chip resistance and the process for 
their preparation.; 

It is another object of the invention to provide coated sub- 
strates, especially auto body parts, having improved corrosion 
protection and stone chip resistance. 

These and other objects and advantages of the invention will 
become obvious from the following detailed description. 
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The novel aqueous coating compositions of the invention for 
preparing primers or primer surfacers contain at least one water- 
clispersible binder resin, and crosslinKing agents and optionally 
conventional additives, wherein at least some of the water- 
dispersible binder resin is a polyurethane resin containing .true- 
tural units derived fro™ 

(A) polyisocyanates, 

(B) polyols having. an average molecular weighty of at least 400, 

(C) optionally low-molecular weight polyols, 

(D) compounds having at least two groups which are reactive toward 
isocyanato groups and at least one group which is capable of 

anion format ion , 

(E) polyols carrying no other groups which are reactive with iso- 
cyanato groups, these structural units ( E) being in 

each case at the chain end of the polyurethane resin, 

(F) optionally compounds which are monofunctional or contain active hydrogen 

of varying reactivity and are different from (E) , these struc- . 
tural units (F) likewise being at the chain end of 
the polyurethane resin and, 
(G, optionally compounds which are different from (B). (c). (d), ( E ) and (F) 
and contain at least two groups which are reactive with NCO 
groups. 

surfacer or primer surfacer layer is intended to mean the 
layer between the primer and topcoat, particularly in automotive 
bodies or parts thereof, which serve for leveling out uneven places 
in the primer, which has the function of ensuring flawless 
appearance of the topcoat and for improving the stone chip resist- 
ance of the entire coating. By virtue of its plastic behavior, 



tl layer is intended to prevent stone chips and thf !M?'3JL as 
are thrown against the coating by other cars or even the car 
itself, from penetrating the coating. Moreover, the surfacer com- 
positions must produce relatively hard films to permit wet grinding 
of the coating without giving rise to glazing of the grinding paper. 

The polyurethane resin of the invention has generally an 
average molecular weight M„ (calculated from the stoichiometry of 
the starting material) of 1,600 to 50,000, preferably 1,600 to 
10,000 and most preferably 2,000 to 6,000, an acid number of 10 to 
80, preferably 25 to 60, and a hydroxyl number of 30 to 200, pre- 
ferably 50 to 100. It is water-dispersible at least in an alkaline 
medium and at low molecular weights frequently even water-soluble 
under these conditions, m general, the structure of the molecule 
chains of this polyurethane resin is predominantly linear, although 
in some cases a slight degree of branching of preferably up to 
3 0%, more preferably up to 10%, may be present. The gel content is 
generally less than 5% by weight, preferably less than 1% by 
weight, on statistical average, each polymer chain preferably con- 
tains at least two, preferably 4 to 6, groups having active hydro- 
gen such as amino and/or OH groups. 

The polyisocyanates, preferably diisocyanates, (A) are com- 
pounds known in the area of polyurethanes or coatings such as 
aliphatic, cycloaliphatic or aromatic diisocyanates. They pre- 
ferably have the formula Q(NC0) 2 , in which Q is a hydrocarbon of 4 
to 40 carbon atoms, preferably 4 to 20 carbon atoms, and is more 
preferably an aliphatic hydrocarbon of 4 to 12 carbon atoms, a cyclo- 
aliphatic hydrocarbon of 6 to 15 carbon atoms. an aromatic hydrocarbon 
of 6 to 15 carbon atoms, or an araliphatic hydrocarbon of 7 to 15 carbon 
atoms. Examples of diisocyanates of this type to be used are 
preferably tetramethylene diisocyanate. hexamethylehe diisocyanate. 
dodecamethylene diisocyanate. 1 . 4-diisocyanatocyclohexane, 



4 



2 ft ^ ^ z ? n 

3- Lsocyana tome thy . I -3 , 5 , 5- 1 rime thy Icyclohexy 1 U( " ),Jt ' 1 ' 
isocyanate (isophorone diisocyanate) , 4 , 4 ' -diisocyanato-dicyclo- 
hexylmethane, 2,2-( 4 ,4 '-diisocyanatodicyclohexyl) -propane, 1,4-dii- 
socyanatobenzene, 2,4- or 2 , 6-diisocyanatotoluene or mixtures of 
these isomers, 4,4'- or 2 , 4 '-diisocyanatodiphenylmethane, 2,2- 
(4,4 '-diisocyanatodiphenyl) -propane, p-xylylene diisocyanate and 
a , a , a ' , a ' -tetramethyl -m- or p-xylylene diisocyanate and mixtures of 
these compounds. 

Apart from these simple polyisocyanates, those containing 
hetero atoms in the group linking the isocyanato groups are also 
suitable. Examples of these are polyisocyanates having car- 
bodiimido groups, allophonato groups, isocyanurato groups, urethane 
groups, acylated urea groups or biuret groups. As regards further 
suitable polyisocyanates, see for example, German Of fenlegungs- 
schrift No. 2,928,552. 

The polyisocyanate (A) content in the polyurethane resin is 
usually about 10 to 50% by weight, preferably 25 to 35% by weight, 
relative to the polyurethane resin. 

The polyols of (B) preferably have an average molecular weight 
H n of 400 to 5,000, more preferably boo to 2,000. Their hydroxyl 
number is generally 30 to 280, preferably 50 to 200 and more pre- 
ferably 80 to 160, mg of KOH/g. 

Examples of polyols of this type which are the compounds known 
from polyurethane chemistry are polyether polyols, polyester 
polyols, polycarbonate polyols, polyesteramido polyols, polyamido 
polyols, epoxy resin polyols and their reaction products with C0 2 , 
polyacrylate polyols and the like. Polyols of this type which can 
also be used in a mixture are described, for example, in German 
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01 ..vlegungsschriften No. 2,020,905; No. 2 , 314 , 51^ ^ *Uo. 
3,124,784 and European Of f enlegungsschrif t No. 120,466. 

Of these polyols, the polyether and polyester polyols are pre- 
ferred, preferably those having only terminal OH groups and a 
functionality of less than 3, preferably 2.8 to 2 and most pre- 
ferably 2. 



Examples of suitable polyether polyols are polyoxyethylene 
polyols, polyoxypropylene polyols, polyoxybutylene polyols and 
preferably polytetrahydrof uran having terminal OH groups. 

The polyester polyols which are particularly preferred in the 
invention are known poly condensation products of di- and, if appro- 
priate, poly(tri-, tetra)ols with di- and, if appropriate, poly 
(tri-, tetra)carboxylic acids, or hydroxy carboxy lie acids or 
lactones. It is also possible to use the corresponding polycar- 
boxylic acid anhydrides or the corresponding polycarboxylic acid 
esters of lower alcohols, instead of the free polycarboxylic acids, 
for preparing the polyesters. Examples of suitable diols are 
ethylene glycol, butylene glycol, diethylene glycol, triethylene 
glycol, polyalkylene glycols such as polyethylene glycol, further- 
more propanediol, 1, 4-butanediol , 1, 6-hexanediol, neopentylglycol 
or neopentylglycol hydroxypivalate, the three last-mentioned compounds being 
preferred. Examples of suitable polyols which optionally can also be 
used are trimethylolpropane, glycerol, erythritol, pentaerythritol, 
trimethylolbenzene or tris(hydroxyethyl) isocyanurate. 

Examples of suitable dicarboxylic acids are phthalic acid, 
isophthalic acid, terephthalic acid, tetrahydrophthalic acid, 
hexahydrophthalic acid, cyclohexane-dicarboxylic acid, adipic acid, 
azelaic acid, sebacic acid, glutaric acid, "chiorendic acid", 
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tetiwJhlorophthalic acid, maleic acid, fumaric acid, itaconic acidf^ 
malonic acid, suberic acid, 2-methylsuccinic acid, 3,3-diethyl- 
glutaric acid and 2 , 2-dimethylsuccinic acid. Anhydrides of these 
acids are also useful insofar as they exist. Consequently, the 
anhydrides are also covered by the term "acid". It is also 
possible to use monocarboxylic acids such as benzoic acid and 
hexanecarboxylic acid, provided the average functionality of the 
polyol is higher than 2. Saturated aliphatic or aromatic acids are 
preferred such as adipic acid or isophthalic acid. A polycar- 
boxylic acid which optionally may additionally be used in 
relatively small amounts is trimellitic acid. 

Examples of hydroxycarboxylic acids which can be used as 
reactants in the preparation of a polyester polyol having terminal 
hydroxyl include hydroxycaproic acid, hydroxy butyric acid, 
hydroxydecarioic acid, hydroxystearic acid and the like. Useful 
lactones include caprolactone, butyrolactone and the like. 

The amount of component (B) in the polyurethane resin is 
usually between 15 and 80% by weight, preferably 40 to 60% by 
weight, relative to the polyurethane resin. 

The low -molecular-weight polyols (C) which optionally, may be 
used for synthesizing the polyurethane resins usually have the 
effect of stiffening the polymer chain. In general, they have a 
molecular weight of about 60 to 400, preferably 60 to 200, and 
hydroxyl numbers of, for example, 200 to 1,500. They can contain 
aliphatic, alicyclic or aromatic groups and the amount thereof is 
generally 0 to 20, preferably 1 to 10% by weight, relative to polyol 
components (B) to (D) . Examples are the low-molecular-weight 
polyols having up to about 20 carbon atoms per molecule, for 
example ethylene glycol, diethylene glycol, 1,2-propanediol , 1-3- 
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4 -upanediol, 1 , 4 -butanGdiol , 1, 3 -butylene glycol cyclohexanediol , 
1,4-cyclohexanedimethanol, 1,6-hexanediol, bisphenol A (2,2-bis(4- 
hydroxyphenyl) -propane), hydrogenated bisphenol A (2,2-bis(4- 
hydroxycyclohexyl) -propane) and mixtures thereof, and as triol 
trimethylolpropane . 



Examples of compounds suitable for structural unit (D) are 
described in U.S. Patents No. 3,412,054 and No. 3,640,924 and in 
German Of f enlegungsschriften No. 2,624,442 and No. 2,744,544 
incorporated herein by reference. In particular, those polyols are 
suitable, preferably diols, which contain at least one carboxyl 
group, generally 1 to 3 carboxyl groups per molecule. Sulfo groups 
are also suitable as groups capable of anion formation. Examples 
of these are: dihydroxycarboxylic acids such as „, a -dialkylol- 
, alkanoic acids like « , ct-dimethylolalkanoic acids such as 2,2- 
dimethylolacetic acid, 2, 2-dimethylolpropionic acid, 2,2- 
dimethylolbutyric acid, 2 , 2-dimethylolpentanoic acid, dihydroxy- 
succinic acid and polyhydroxy acids such as gluconic acid. Of 
these, 2, 2-dimethylolpropionic acid is particularly preferred. 
Examples of amino-containing compounds (D) are „, 6 -diaminovaleric 
acid, 2,4-diaminotoluene-5-sulfonic acid and the like. Mixtures of 
the compounds (D) can also be used and the amount of component (D) 
in the polyurethane resin is generally 2 to 20, preferably 4 to 10% 
by weight, relative to the polyurethane resin. 

The polyurethane resins used in the invention also contain 
structural units (E , wh ich are predominantly, preferably to the 
extent of 70 to 90%, each present at the chain ends and terminate 
them (chain terminators) . Suitable polyols here are those having 
at least three, preferably 3 or 4, hyroxyl groups. Examples are 
glycerol, hexanetriol, pentaerythritol and trimethylolpropane, the 
latter being preferred. The amount of (E) is usually between 2 and 
15, preferably 5 to 15% by weight, relative to the polyurethane 



8 



2033530 

' in- It aesirea, these structural u„it s(E , , r 
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3 a..d 10% by weight, relative to the polyurethane resin. 



In addition to the structural units according to (E) and (F) , 
the polyurethane resin of the invention can optionally also contain 
structural units (G) which are derived from so-called chain- 
lengthening agents, although this variation is less preferred. 
Compounds which are suitable for this are the known compounds which 
are reactive toward NCO groups and are preferably di func- 
tional compounds not identical with (B) , (C) , (D) , (E) and (F) and 
in most cases having average molecular weights of up to 400. 
Examples are water, hydrazine, poly (di) amines such as ethylene- 
diamine, diaminopropane and hexamethylenediamine which can also 
carry substituents such as OH groups. Polyamines of this type are 
described, for example, in German Of fenlegungsschrift No. 
3,644,371. The amount of (G) in the polyurethane resin is usually 
between 1 and 10, preferably 2 and 5% by weight, relative to the 
polyurethane resin. 

The polyurethane resin of the invention is preferably pre- 
pared in such a manner that first a polyurethane prepolymer is pre- 
pared from the polyisocyanates of (A), the polyols of (B) and 
optionally the low-molecular-weight polyols of (C) and the com- 
pounds of (D), which prepolymer contains on average at least 1.7, 
preferably 2 to 2.5, free isocyanato groups per molecule, the pre- 
polymer is then reacted with a stoichiometric excess of the com- 
pounds of (E) , if desired in a mixture with (F) and/or (G) , in a 
non-aqueous system, and the completely reacted polyurethane resin 
is then preferably neutralized and transferrd into an aqueous 
system. If desired, the reaction with (G) can also take place 
after transfer into the aqueous system. 
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The preparation of the polyurethane prepolymer is carried out 
by known processes in which the polyisocyanate is used in excess, 
relative to polyols (B) to (D) , resulting in a product having free 
isocyanato groups. These isocyanato groups are terminal and/or 
pendant, preferably terminal. Advantageously, the amount of poly- 
isocyanate is such that the equivalent ratio of isocyanato groups 
to the overall number of OH groups in polyols (B) to (D) is 1.05 to 
1.4, preferably l.i to 1.3. 

The reaction for preparing the prepolymer is usually carried 
out at temperatures of 60 to 95°c, preferably 60 to 75«C, depending 
on the reactivity of the isocyanate used, as a rule, in the absence 
of a catalyst, but preferably in the presence of solvents inert to- 
ward isocyanate. m particular, those solvents are suitable for 
. this which are water-compatible such as the ethers, ketones and 
esters mentioned below and N-methylpyrrolidone. The amount of this 
solvent advahtageously does not exceed 20% by weight, and is pre- 
ferably in the range of 5. to 15% by weight, in each case relative 
■ to the sum of polyurethane resin and solvent. Advantageously, the 
polyisocyanate is slowly added to the solution of the other com- 
ponents. 

The prepolymer or its. solution is then reacted with the com- 
pound of (E) , if desired in a mixture with (F) and/or (G) , the 
temperature being advantageously in the range of 50 to 100°C, pre- 
ferably between 60 and 90°C, until the NCO content in the pre- 
polymer has virtually dropped to zero. For this purpose, com- 
pound (E), if desired together with (F) and/or (G)is used in excess. 
The amount of (E ) is advantageously such that the equivalent ratio 
of NCO groups of the prepolymer, which previously may already have 
been reacted With compounds according to ( F) and/or (g), to reactive 
groups of (E) is l:i.ito 1:5, preferably 1:1.5 to 1:3. The amount 
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of (F) and/or (G) can be 0 to 90 %, preferably 0 to 20 %, 
relative to { E) . 

A portion of the (unneutralized) COOH groups, preferably 5 to 
30% can, if desired, be reacted with difunctional compounds which 
are reactive with COOH groups such as diepoxides. 

For neutralizing the resulting product preferably containing 
COOH groups, in particular tertiary amines are suitable. Examples 
are trialkylamines having 1 to 12, preferably 1 to 6 carbon atoms 
in each alkyl. Examples of these are trimethylamine, triethyl- 
amine, methyldiethylamine, tripropylamine. The alkyls can also 
carry, for example, hydroxyl groups as in the case of diaiky.l- 
monoalkanolamines, alkyldialkanolamines and trialkanolamines. An 
example of these is dimethylethanolamine which preferably serves as 
neutralizing agent. Neutralizing agents which may also be used are 
inorganic bases such as ammonia or sodium hydroxide and potassiuim 
hydroxide. 

In most cases, the neutralizing agent is used in a molar ratio 
of about 0.3:1 to 1.3:1, preferably about 0.5:1 to 1:1, relative to 
the COOH groups of the prepolymer. The neutralization, which, as 
a rule, is carried out between room temperatures and 80°C, pre- 
ferably 40 to 80°C can be carried out in any desired manner, for 
example by adding the water-containing neutralizing agent to the 
polyurethane resin or vice versa. However, it is also possible 
first to add to the polyurethane resin the neutralizing agent and - 
only then the water. In general, this gives solids contents of 20 
to 70%, preferably 30 to 50%. 

The polyurethane resin content in the aqueous coating composi- 
tion is generally 5 to 40, preferably 15 to 30% by weight, relative 
to the entire coating composition. 
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A P »rt f ro, tn « polyurethilne reslri; ^ Jl^ll^ 
co-position c a „ u „ contai „, as blnaer _ up to Mi pre(erawy ^ ^ 
=0. by „ei oht , reutlve t „ the polyurethane resJni of oth>c ^ 

° r V' 1 *™*™ -t.ru. suc „ as ero ss li„ kal>l ., ..ter-soiubi, 
or water-dispersiMe pnenoiic « sins , polyest „ ^ 
r.. 1M or acryiic resins, ana t». H te as described in European 

Offenlegungsschrift No. 89,4 97. 

Furthermore, excess polyol of (E) is usually presenfc ^ 
coating composition of the invention, in most cases in amounts of 
1 to xo%, preferably 2 to » by weight, relative to the 

polyurethane resin. 

suitable cro Ss l inking agents are ^ curing 
for polyol resins as long as they are water-compatible. Examples 
are water-compatible (water-soluble or water-dispersible, amino 
resins, particularly commercially available etherified melamine/ 
formaldehyde condensation products such as hexamethoxymethyl- 
-lamine, phenolic resins or capped polyisocyanates as described in 
German Offenlegungsschrift No . 3,644,372. The amount of cross- 
Unking agent is usually 10 to 35% by weight, preferably 15 to 25 % 
by weight, relative to the sum of binder to be crosslink and 
crossl inking agent. 

The aqueous coating compositions of the invention, whose p H is 
in most cases in the range of about 6 .o to 10.0, p re ferab ly 6 . 8 to 
8-5, can additionally contain conventional paint additives such as 
Pigments and fiUers, and paint additives, for example anti-settl- 
ing agents, antifoams and/or wetting agents, flow-improving agents 
reactive thinners, P lastici Z ers, catalysts, dissolution aids, 
thickeners and the like. At least part of these additives do not 
have to be added to the coating composition until immediately 
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b> jre processing. The selection and dosage of these substances 
which can be added to the individual components and/or the entire 
mixture are known to one skilled in the art. 



Examples of suitable pigments are iron oxides, lead oxides, 
lead silicates, titanium dioxide, barium sulfate, zinc oxide, zinc 
sulfide, phthalocyanine complexes and the like, and suitable 
fillers are mica, kaolin, chalk, quartz powder, asbestos powder, 
slate powder, various silicas, silicates and talc, including so- 
called micro-talc having a maximum particle size of 10 um (cf. 
European Of fenlegungsschrift No. 249,727). These pigments and/or 
fillers are usually used in amounts of 10 to 70, preferably 30 to 
50% by weight, relative to the overall solids content of the coating 
composition. 

Suitable catalysts are the conventional acid curing catalysts 
such as p-toluenesulfonic acid, dodecylbenzenesulfonic acid and the 
like. 

i 

The dissolution aids, for example ethers such as dimethyl 
(diethyl) glycol, dimethyl (diethyl) diglycol or tetrahydrof uran , 
ketones such as methyl ethyl ketone, acetone or cyclohexanone, 
esters such as butyl acetate, ethylglycol acetate or methylglycol 
acetate, methoxypropyl acetate, alcohols such as ethanol, propanol 
or butanol are used, if at all, only in very low amounts for 
reasons of environmental protection, usually not exceeding 10, pre- 
ferably l to 5% by weight relative to water (as the main diluent) . 
The amount of water in the aqueous coating composition is in most 
cases 15 to 00% by weight, preferably 30 to 60% by weight, relative 
to the entire coating composition. 
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recipe given below. 

The agueous „ atlng co ^ iUon uhioh ^ ^ 

v.ter and .hose overall soUfls oontmt (i25ic/2 
g .n, r .u y 3S to 7S , pr . ferabJy 4 „ to by ^ u 

*no„„ manner, ,or exampie by spriying usi „ g ^ 
Process or h y airless or Astatic spraylng ^ ^ 

•c. «. 9 e„e„u y , ppli(lti . curln9 ttae ^ ^ 
30 mrnutes, preferably la to 20 minutes. 

The crossl inked coatinas thn« * ^ 

a a,:ln3s obtained are distinguish i„ 

parUcular b y improved stem, chip resistano. ... , » 

ip resistance at lou temperatures 
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°ood eionuation at free* and e^oeUent impact resistance. T h. 
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e understood that the invention is not intended to he Umited to 

the specific embodiments. 



EXAMPLE 1 
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te...^rature at such a rate that the temperature did not exceed 65°C 
to 70°C. Stirring at this temperature was then continued until the 
isocyanate value had reached 1.6% (=2 isocyanato groups per 
molecule). 29.5 g of trimethylolprapane were than added, during 
which the system remained readily stirrable. After neutralization 
with 22.4 g of dimethylethanolamine, the finished polyurethane 
resin was dispersed by adding 590 g of deionized water to obtain 
a clear, approximately 40% strength dispersion having a viscosity 
of 1500 mPas. 

EXAMPLE 2 

235.6 g of a polyester with a molecular weight of 1020 prepared 
from adipic acid, 1, 6-hexanediol and neopentyglycol were mixed 
with 56.0 g of polytetrahydrofuran (M = 1000), 42.9 g of dimethy- 
lolpropionic acid and 75 g of N-methylpyrrolidone and the mixture 
was reacted as described in Example 1 with toluylene diisocyanate 
(mixture of isomers) . After reaction of the prepolymer with 
glycerol, the mixture was neutralized with 22.8 g of dimethyl- 
ethanolamine, and the resin was dispersed in 620 g of deionized 
water. 

x EXAMPLE 3 

317.1 g of a polyester with a molecular weight of 1130 prepared 
from adipic acid, hexanediol, neopentyglycol and terephthalic acid 
were mixed with 42.9 g of dimethylolpropionic acid and 90 g of 
N-methylpyrrolidone and the mixture was heated to 100°c. After 
cooling to 65°C, 183.7 g of 4,4 ' -diisocyanatodicylcohexylmethane 
(Desmodur W) were added dropwise and the reaction batch was then 
maintained at 80°C until the calculated isocyanate value of 1.33 % 
(=2 isocyanato groups per molecule) had been reached. 80.4 g of 
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tr. .ethylolpropane and then 22.S g of dimethylethanolamine were 
added and stirring of the fixture was continued for 20 minutes 
The polyurethane resin was then dispersed by adding 700 g of 



deionized water. 



S TANDARD FKCTPE FOP Km *^ FORMrrT .^, TnM 

58.0 parts of the binder fro. Example x to 3 were aispersed 
with 4.0 parts of a commercially available melamine/formaldehyde 
condensation product, 13 .3 parts of titanium dioxide, 13.2 parts of 
barium sulfate (Blanc fix micro,, 0 .1 part of carbon black, n.! 
Parts of deionized water and 0.3 parts of conventional paint addi- 
tives in a pearl mill for 20 min utes at 6000 rpm to form the sur- 
facer composition which was applied to a zinc-phosphated steel 
sheet coated to about 3 0 urn with a cathodically deposited electro- 
Primer with a compressed air gun. The curing of the surfacer was 
carried out in a through-circulation oven at 80°c for 10 minutes 
and then at 160°c for 20 minutes to obtain a dry film thickness of 

35 ± 2 urn. A commercially available alkyd/melamine automotive 
paint was appi ied on top of ^ surface . r ^ ^ ^ ^ ^ 

for 30 minutes for dry fil ra thickness of about 30 ± 5 p.. The test 
results are summarized in Table I below and the stabilities of the 
films (resistance to solvents and water) are those required in 
commercial practice. 

APPEARANCE OF 'P»l? mnpr^ AT 

Gloss and surface of the topcoat on various surfacer materials 
were rated subjectively by a scale from l =, ver y good to 5 = very 
poor. 

STONE PHTP RRHTHTaMfpi 

Tested by the stone chip testing apparatus of VDA (from 

Erichsen, type 508). For this test * 4. 

nis cest ' th e test specimens . were 
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~ otl in „ lch case „ ltb , k9 of steei shot (anwi ^ ^ 

* co. P „ ssed alr (2 >„, . By co „ p „ ison uith oontroi 
species, topcoat aahesion (0 . „, ^ ^ ^ _ 

agination, «„„ P .„ e t rat io„ s ^ to the Mtal (0 , no 
penetration. „ . . lar , e numbet o£ pe „ etrations) ^ ^ 



TABLE 1 



Appearance of the 
topcoat 


2-3 2 


2 


Topcoat aclheaion 






+ 20*c 


i - 2 1 


2 - 3 


- 20°C 


i - 2 1 - 2 


2-3 


Penetrations 






+ 20'C 


1 1 


2 


- 20'C 


1 2 


3 


Crooshatch 






(according to 






DIN 53i51) 


ch 0 ch 0 


ch 0 



various modifications of the compositions and process of the 
invention may he made without departing from the spirit or scope 
thereof and it is to be understood that the invention is intended 
to be limited only as defined in the appended claims. 
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1. An aqueous coating composition for preparing primers or 
primer surfacers containing at least one water-dispersible binder 
resin, and crossl inking agents and optionally conventional addi- 
tives, wherein at least some of the water-dispersible binder resin 
is a polyurethane resin containing structural units derived from 

(A) poly isocyanates , 

(B) polyols having an average molecular weight M n of at least 400, 

(C) optionally low-molecular-weight polyols, 

(D) compounds having at least two groups which are reactive toward 
isocyanato groups and at least one group which is capable of 
anion formation, 

(E) polyols carrying no other groups which are reactive with iso- 
cyanato groups, these structural units (E) being in 

each case at the chain end of the polyurethane resin, 

(F) optionally compounds which are monofunctional or contain active hydrogen 
of varying reactivity and are different from (E) , these 
structural units (F) likewise being at the chain 

end of the polyurethane resin and 

(G) optionally compounds which are different from (B) # (C) , (D) , 
(E) and (F) and contain at least two groups which are reactive 
with NCO groups. 

2. A coating composition of claim 1 wherein the amount of 
polyurethane resin in the aqueous surfacer composition is 5 to 40% 
by weight, relative to the entire surfacer composition, 

3. A coating composition of claim 1 wherein the aqueous sur- 
facer composition. additionally contains at least one further binder 
in an amount of up to 60% by weight, relative to the polyurethane 
resin. 
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«• A coa t i„ 8 co.po.Uion of cl.u. 2 „ herel „ t „ e aq „ eous suf _ 
facer ^position « itl „ lljr contains ,t ieast on. turther bina „ 
» an ,„„„„ t o, up to , M " 6y „ elght , „ latiye to ^ polyurethane 



resin. 



5. A coating composition of claim 1 which contains 10 to 35% 
* weight, relative to tne SUffl Qf the bin<Jer tQ ^ crossnnked 

a crosslink agent, of water-compatible amino resins as cross- 
linking agent. 

6. A coating composition of claim 1 wherein the polyurethane 
resxn has an average molecular weight M n of 2,000 to 6,000. 

7- A coating composition of claim l wherein the hydroxyl 
number of the polyurethane resin is 30 to 80. 

8. A coating composition of claim 1 wherein the amount of 
structural unit (A, is 10 to 50% by weight, structural unit (B) is 
» to 80% by weight, structural unit (c, ' is 0 to 20 % by weight, 
structural unitp) is 2 to 20% fay ^ ^ ^ ^ 

2 to 25 % by weight , each relative to the polyurethane resin. 

». A coating composition of claim l wherein structural unit 
<B> is derive, from polyether or polyester polyols having an 
average molecular weight M n of 400 to 5,000. 

10. A coating composition of claim 1 wherein the compounds of 
CD) are po i yols containing at ^ ^ ^ 

A coating composition of claim 10 wherein (D) is an 
<*, "-dimethyl ol alkanoic acid. 



20 



2033530 

12. a coating composition of claim 1 wherein the compounds 
of (E) are glycerol or trimethylolpropane . 

13 . A coating composition of claim 1 wherein the compounds of 

(F) are monoamines additionally containing at least one OH group. 

14. A coating composition of claim 1 wherein the compounds of 

(G) are water, hydrazine or diamines which optionally contain OH 
groups. 

15. A process for the preparation of a coating composition of 
claim 1 comprising preparing a polyurethane prepolymer from the 
polyisocyanates of (A) , the polyols of (B) and optionally the low- 
molecular-weight polyols of (C) and the compounds of (D> which pre- 
polymer contains on average at least 1.7, free isocyanato groups 
per molecule, reacting the prepolymer with an excess of the com- 
pounds of (E) optionally in a mixture with (F) and/or (G) in a 
non-aqueous system, and then optionally neutralizing the completely 
reacted polyurethane resin and then transferring it into an aqueous 
system, the further ' optionally binder resins, the crosslinking 
agent and the conventional additives added before, during, or after 
the preparation of the polyurethane resin. 

16. The process of claim 15 wherein the prepolymer contains 
2 to 2,5 free isocyanato groups per molecule. 

17. The process of claim 15 wherein the compounds of (E) are 
used in such an amount that the equivalent ratio of NCO groups of 
the prepolymer which previously may already have been reacted with 
the compounds of (F) and/ or (G) , to reactive groups of (E) is 1:1.1 
to 1:5. 
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18. The process of claim 15 wherein the amount of (F) and/or 
(G) is 0 to 90 %, relative to (E) . 

19. A primer or primer surfacer containing an effective 
amount of an aqueous coating composition of claim 1. 

20. A substrate coated with a primer or primer surfacer of 
claim 19. 

21. A coated substrate of claim 20 which substrate is an 
automotive body. 
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AQUEOUS COAT ING COMPOSITION. ITS PREPARATION AND USK 

ABSTRACT OF THE DISCLOSURE 

Aqueous coating compositions for preparing primers or 
primer surfacers containing at least one water-dispersible binder 
resin and crosslinking agents and optionally conventional addi- 
tives, wherein at least some of the water-dispersible binder resin 
is a polyurethane resin containing structural units derived from 

(A) polyisocyanates, 

(B) polyols having an average molecular weight M n of at least 400, 

(C) optionally low-molecular weight polyols, 

(D) compounds having at least two groups which are reactive toward 
isocyanato groups and at least one group which is capable of 
anion formation, 

(E) polyols carrying no other groups which are reactive with iso- 
cyanato groups, these structural units (E) being in 

each case at the chain end of the polyurethane resin, " 

(F) optionally compounds which are monofunctional or contain active hydrogen 
of varying reactivity and are different from (E) , these struc- 
tural units ( F ) likewise being at the chain end of 

the polyurethane resin and, 

(G) optionally compounds which are different from (B) , (C), (o), (E) and (p) 
and contain at least two groups which are reactive with NCO 
groups . 

The primer surfacers obtainable therefrom are distinguished, inter 
alia, by improved stone chip resistance at low temperatures and by 
good interlayer adhesion, while the corresponding primers show 
improved corrosion protection. 
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